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Seq. #: Machine Or Operation: Description : | 
| 1.0 M6061T6B03/5X03000 6061T6 BAR 375 X 3.00 uw 
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Comment: Qty: 0.3236 f(sUnit Total: 0.6472 (s) 


CERTIFICATE OF CONFORMITY 


6061-T6 Bar. 1% X 3.00" REQUIRED 

batch: | | T а о 7//9 
20. ВАМО5АМ 2. x BAND SAW 
Comment: BAND SAW | | 

Cutblank 3.700 "long “с.с. 01/0 71/0 


3.0 НАА51 HAAS CNC VERTICAL MACHINING #1 


| | ІШІ 


Comment: HAAS СМС VERTICAL MACHINING #1 


1- Mill as per Folio FA/00 Rev: А Аз Dwg D3524Rev: А 
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2-Deburr рег dwg 03443: Y - O07 е 


INSPECT PARTS AS THEY COME OFF MACHINE 
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Comment: INSPECT PARTS AS THEY COME OFF MACHINE 
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Comment: SECOND CHECK | 
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Drawing Name: UPPER AND LOWER PLATE 


e __ ШШШ 


Seq. #: Machine Or Operation: 
60 SMALL FAB 1 


HII 


SMALL & MEDIUM FAB RESOURCE 1 


Part Number: D3524041 


Description : 
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Comment: SMALL & MEDIUM FAB RESOURCE 1 
28 AS PER DWG 03524 —— E 


INSPECT WORK TO CURRENT STEP 
|| ІІ | [| 1 57 өң 


о?-оо>-ш |Ð 


ENGINEERING 
Comment: INSPECT WORK TO CURRENT STEP 


80 HAND FINISHING1 


HAND FINISHING RESOURCE #1 
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"ТЕ 


ІІ 


Comment: HAND FINISHING RESOURCE #1 
| Chemical Conversion Coat as per QSI 005 4.1 
90 М521075106 


ANCHOR NUT 
Comment: Qty: 4.0000 Each(s)'Unit Total: 8.0000 Each(s) 
ANCHOR NUT ` 
batch [01807 — 
100 MS20426AD34 RIVET 
Comment: Qty: 8.0000 ЕЛЕЙ Total: 16.0000 Еасһ(ѕ) 
RIVET 2 UE 
bath; Ут (о 249 — “nr o7-07-1/ 
110 SMALL FAB 1 SMALL & MEDIUM FAB RESOURCE 1 
Comment: SMALL & MEDIUM FAB RESOURCE 1 г E 
RIVET МОТ PLATESAS PER DWG 03524 · А à ni- () 2 - P 2) 
120 QC5 | © INSPECT WORK TO CURRENT STEP | 
ШІ! NN ІШ 
Comment: [INSPECT WORK TO CURRENT STEP S о />- GJ 
130 PACKAGING 1 PACKAGING RESOURCE #1 
Comment: PACKAGING RESOURCE #1 | | 
Identify and Stock 4 
pese FOR ENGINEERING USE ONLY ez o. li 
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Comment: FINAL INSPECTION/W/O RELEASE 
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` PLEASE RETURN ALL ISSUED DRAWING NO. REV. A 
-- DATA TO ENGINEERING SHEET 1 OF 3 
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UPPER AND LOWER PLATE — :: 


DESCRIPTION 
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CHAMFER 
0.20 x 45° 
ALL AROUND 
DRILL #27 (Ф0.144) 
C'SINK Ø0.250 x 100° | 
(4 PLACES) | SECTION А-А 


D3524-1 LOWER PLATE 


NOTES: 
1) MATERIAL: ALUMINUM 6061-T6/T651/T6510/T6511/T62 BAR PER 
| ОО-А-225/8 ОК АМ5 4115/4116/4117/4128 ОК 
ОО-А-200/8 OR AMS 4160 (REF DART SPEC M6061T6B) 
2) FINISH: CHEMICAL CONVERSION COAT PER DART QSI 005 4.1 
POWDER COAT BLACK SANDTEX (4.3.5.7) PER DART QSI 005 4.3 
3) TOLERANCES ARE PER DART QSI 018 UNLESS OTHERWISE NOTED 
4) ALL DIMENSIONS ARE IN INCHES UNLESS OTHERWISE NOTED 
5) BREAK ALL SHARP CORNERS TO 0.010 MAX 
6) PART SYMMETRIC ABOUT % 


COPYRIGHT © 2007 BY DART AEROSPACE LTD 


THIS DOCUMENT IS PRIVATE AND CONFIDENTIAL AND IS SUPPLIED ON THE EXPRESS CONDITION THAT IT IS NOT TO BE USED FOR ANY PURPOSE OR COPIED 
OR COMMUNICATED TO ANY OTHER PERSON WITHOUT WRITTEN PERMISSION FROM DART AEROSPACE LTD. 


DESIGN DRAWN BY DART AEROSPACE LTD 
CBR cR HAWKESBURY, ONTARIO, CANADA . 
[CHECKED.  |APPROVED | DRAWING NO. REV.A 
D3524 SHEET 2 OF 3 
DATE TITLE SCALE 


07.06.18 UPPER AND LOWER PLATE 1:1 


. ` PROTOTYPE 


` PLEASE RETURN ALL ISSUE 
DATA TO ENGINEERING : 


D3524-3 
UPPER PLATE 


ЕЕЕ 


we 


INSTALL: 
MS21075L06 ANCHOR NUT (1) 
MS20426AD3-4 RIVET (2) 

(4 PLACES) 


D3524-041 UPPER PLATE ASSEMBLY 


PARTS LIST: 
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еді 
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DART AEROSPACE LTD 


HAWKESBURY, ONTARIO, CANADA 
DRAWING NO. = REV.A 
D3524 SHEET 3 OF 3 
TITLE < 


UPPER AND LOWER PLATE 


. PROTOTYPE 
me E RETURN ALL 
DATA TO ENGINEER N ED 


Q?:07-.(oc [5 


(8 PLACES) 


DRILL #40 ( ó 0.098) 


C'SINK $0.185 x 100* OTHER SIDE 


DRILL #30 
( 0.129) 
(4 PLACES) 


(90.144) 


DRILL #27 
(4 PLACES) 


NSNSSUNISSNANWNSN 


ММА 


(REF DART SPEC M6061T6B) 


SECTION B-B 
2) FINISH: CHEMICAL CONVERSION COAT PER DART QSI.005 4.1 
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3) TOLERANCES ARE PER DART QSI 018 UNLESS OTHERWISE NOTED 
4) ALL DIMENSIONS ARE IN INCHES UNLESS OTHERWISE NOTED 


1) MATERIAL: ALUMINUM 6061-T6/T651/T6510/T6511/T62 BAR PER 
6) PART SYMMETRIC ABOUT € 


NOTES: 
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Prototype Approval: 
c. aT. 


Rev | Date | Сһапде [Revisedby | Approved. 
LA |  » [Newlsue Лә һул лз с 


HAFORMS'Quality Assurance\approved QA\FAI теу 


"P 


BE Receiving Report 


Us Су 5/08/01 Batch No: nig 5 | 
' Supplier CABE TETEL Dart Plo .200$94l2 


' N/A 
; ied T Release Note Attached: Yes No _ _ A 
Pong Re 5 шел Waybill Attached: Үз Мо, 
M ко каш АЫ Shipment Complete: Yes Мо. < 
есері. == © —FFs—. ə 


Q.C. Inspection 


x i i i Quantity 
ipti Quantity | Quantity Quantity 
0.27501. ооо | Ч5 |o | e ET 


TSR No. Initials of receiver (if shipment OK) 


Discrepancies 
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n vs Accounting: 
Ақа доз! Я Date 
ie 2f- AP/MR 
2 initial 
niti қыра 


H:SOS000FormsiPurchase'RECREPORT rev B 


ЕЕЕ ЕЕЕ 


do not place any раскадев or goods on top o 


ТТІ SCRAP 
! 
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| CUSTOMER RECEIVING НО JRS 


FILLED BY 


MAX SKID WEIGHT LOADING INSTRUCTIONS 


MAXIMUM BUNDLE WEIGHT 


i 


8015 
t 


FLAT ots 
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TEST RESULTS ----- 
ЕЛСАТЕ OF COMPLIANCE 


reby certify that mercury or any of its compounds are not used in the processing and distribution of our products. 
The products we distribute are not hazardous in their received state. For MSDS sheets go to www.copperandbrass.com/msds 
or cali 248-233-5682. We hereby certify that the material above complies with the following .specifícations:. 


ASUM-B221.. ° ,/ AMS-QQ-A-200/8e^ M Я JEN 

TAG NO QUANTITY UOM"VENDÓR VEND PO HEAT/LOT PCS ! TAG NO QUANTITY UOM VENDOR VEND PO HEAT/LOT PCS 
i81934 00 31.00 LB ALCOA E 0C74914 629545-001 ' ic 

MARY L. TAYLOR - General Manager: TORONTO 72 PRINTED 08/04/05 04:29 PM CONTROL NO 00007 


СОЕРЕБ AND BRASS SALES CANADA IS А DIMSIÓNOF THYSSENKRUPP MATERIALS, СА. LTD./LtÉe 


Z 


4 


:-АЕТМ-В221.. . 
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GROSS WEIGHT 


"08/09/05 


SHP 


. | WORK ORDER . 


СЕТ AEROSPACE 
/210 ABERDEEN ST 


WKESBURY ON CANADA 


CUSTOMER Р.О. NUMBER 


2008415 


BUYER 
LINDA LACELLE 


BUYER TELEPHONE 


(613) 632-9577 


ERRITORY 


INSIDE SALES 


INSIDE SALES TELEPHONE 


ҮЗ 


ЕЕ SHIP BIPPING STA 
INTERNAL 
ТО CJSTOMER 
COMMON/FRT- 
BILL CF LADING 1 


ARIO А. CARREIRO 
905)696-8100 223 


QUOTE а 
30-143875-2 ОЕ 4 PACKING LIST 

5 0 ORDER DATE TEST RESULTS 

*x* 1008/04/05 ORD р ТЕКСЕ Ws 


DELIVERY DATE SHIP BRANCH SELL BRANCH WORK ORDER 
08/09/05 DEL30-TOR 30-TOR UVMA618 


$ 6905 KENDERRY GATE, MISSISSAUGA ONTARIO, CANADA L5T 2Y 


Copper and Brass Sales 
"Canada 


A Thyesenkrupp Materials МА гптзапу 


CUSTOMER SIGNATURE: 


| INVENTORY 31.75 LB 
r mms 24.00 ШЕ 24.00 


iB. 


"Shipping, do not place 


any packages or goods on top of our material. 


PACKED BY 


TEST RESULTS 
CERTIFICATE OF COMPLIANCE 
ме 


ог call 248-233-5682. 
А 5 2 


QUANTITY бом: -VENDOR VEND PO HEAT/LOT 
31.00 LB ALCOA E 0C74914 629545-001 


ТАС МО 
181934 00 


MARY L. TAYLOR - General Manager: TORONTO 
COFPER AND BRASS SALES CANADA IS A DIVISIÓN OF THYSSENKRUPP MATERIALS, CA. LTD.LtÉo 


We hereby certify (һас the material above complies with the following specifications: . 


FILLED BY QA AUDIT. 
CUSTOMER ВЕСЕ? NG HOURS MAX SKIO WEIGHT LOADING INSTRUCTIONS MAXIMUM BUNDLE WEIGHT 
SUDE BOLS CTNS FLAT 


Е | COILS 


hereby certify that mercury or any of its compounds are not used in the processing and distribution of our products. 
The. products we distribute are not hazardous in their received state. 


Por MSDS sheets go to www.copperandbrass.com/msds 


PCS ! ТАС NO 


1 a 


QUANTITY UOM VENDOR VEND PO HEAT/LOT PCS 


PRINTED 08/04/05 04:29 PM CONTROL NO 00007 
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* ^ "NSPECTION REPORT Š 
"S cestu: 120085402-001 
N.: AS4043DI STANDARD: 
лір COPPER AND BRASS SALES (СА) 
TO: 6905 KENDERRY GATE UNIT 4 


MADE IN BRAZIL 


1 


MISSISSAUGA - ONTARIO 
CANADA L5T 2Y8 


Че hereby certify that the material ` 
accordance with, has been found to meet, 
including any specifications forming accordance with, 


covered Бу this report has been inspected in `7 
the applicable requirements described herein, 


and part of the description that 


samples representative of the material met the composition limits and had the mechanical 


roeperties 


shown on the face of this sheet. 


Per WILKER L. 


"Item Descript 
ЕҺАТ” 


о ES UD. 


CHEMICAL COMPOSITION 


.000 


PEREIRA ki QUALITY CONTROL. 
12 FT 


PE " Fe ` бил ШИШ. T7 TU г "Br 
19686 ` 0.6300: 0.2050: 02670 0.03101 0:8900 ! 1 0.0160 170044 440 | 0.0060 ° I : 
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EXTRUDED SHAPES | as ДАРДЫ E ERE N. OF TESTS 
UTS ( KSI ) S ИСЕ Pee И 
Міл ' Max : Min i Min 1 Max 
4179 4.82 : 3774: 175767 777716247777 - = S 
UTS í KSI у 4182 18. 26” тага | жасат. pone T 
| i ! | | i : ; ] | 
TYS ( KSI ) 14017 38.0 КҮЛГЕН | | U i 
EL. (%) 16.24 116 [1576 | | i | | | | 
I | | | | | d | | | 
TG e ск ы, ОНА ЧЫ. ке тете 
OBSERVATIONS | z С ТЕБА ИС dp - : с x 


ITEM IDENTIFICATION:629545-001 


: ENCOMENDA ALCOA: 
P.O. CONSIG.: 


14881607( BC132 ) 
С74914 


